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Permanent Painting

added to it, and when mixed with raw linseed oil, it
loses its brilliancy in a short time. There are several
good manufacturers of this pigment, whose aurelian
yellow may be used and regarded as absolutely perma-
nent. For safety's sake, it is advisable to use it alone
and not to mix it with any lake pigment. Lake glazed
over it, after it is perfectly dry, does not affect either
the lake or the aurelian.

AURORA YELLOW (See Cadmium Colors)

BISTRE

This is a species of lamp black, which is the soot
from the smoke of pitch pine. In the condensation, a
small percentage of resin is admixed which probably
accounts for the brownish color of this soot. It may
be regarded as permanent, but when mixed with oil
dries very badly. It is a deep brown, btit it has been
asserted that better or more permanent effects can be
obtained by a mixture of lamp black and umber. It is
used as a water color as well as an oil color.

BITUMEN  (See Asphaltum)
BLACK LEAD
This pigment is composed principally of graphite,
which is the material used for making lead pencils.
It is a form of carbon, and varies in purity from
60% to 90%, the other constituents being silica and
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